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Purpose: To obtain an alkali-proof sealing material having a great 
sealing effect against external load by adding a styrene-butadiene 
block copolymer to blown asphalt. 

Constitution: After a battery lid 3 is attached to a battery container 
1 , a sealing material 6 is packed between the container 1 and the lid 
3 to bind them together by sealing. Either a mixture prepared by 
combining blown asphalt with a styrene-budadiene block copolymer 
having a higher softening point than blown asphalt or a mixture 
prepared by adding a wax to the above mixture is used as the 
sealing material 6. The styrene-budadiene block copolymer works 
as a hot- melt-type adhesive. Therefore the ductility of the sealing 
material 6 increases and an increased resistance to texternal load is 
achieved as the percentage of the copolymer in the sealing material 
increases. However, in order to avoid difficulty in sealing resulting 
from increased viscosity of the sealing material 6 caused when it is 
molten at around 180°C, the proper proportion of the copolymer is 
5-35wt% of the sealing material 6. Addition of a wax increases the 
compatibility between the above adhesive and blown asphalt and is 
specially advantageous when a increased amount of the adhesive 
is used. 

COPYRIGHT: (C)1985,JPO&Japio 

► See a clear and precise summary of the whole patent, in 
understandable terms 




1 page 



CD 

m 

CO 
H 



00 



m 

o 
o 

< 



Family: 
Other Abstract Info: 
Foreign References: 



Show known family members 
none 

No patents reference this one 



eh c 



Ai^NG MATERIAL FOR ALKALINE BATTERY (JP60077350A2) 




Nominate this 
for the Gallery... 



Subscribe | Privacy Policy | Terms & Conditions | FAQ | Site Map | Help | Contact Us 

© 1997 - 2002 Delphion Inc. 



